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Batch No: 


Dart P/O: 


Release Note Attached: 
Waybill Attached: 
Shipment Complete: 
QC18 Inspection 
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Supplier: 


Date: 


Packing Slip: 
Yes 
Invoice: 
Yes 
Receipt: 
Cash 
New Supplier 
Yes 


Discrepancies 


Part Number 
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Quantity 
Quantity 
Quantity 
Quantity 
Comment I NCR 
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Rec'd 
Short 
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Number 
. 
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Initials of Receiver 
QC12 /~ 


Production/Admin: 
Date 
Received/Costing 
Initial 


Location ~* 
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Rev F 


Dart Aerospace Ltd. 
1270 Aberdeen Street 
Hawkesbury, 
ON K6A 1K7 
Tel: 613 632 9577 
Fax: 613 632 1053 


PURCHASE ORDER 


Purchase Order ID P023519 


Purcbase Order Date 3/26/2014 
PO Print Date 3/26/2014 


Page Number 1 of 1 


Order From : 


TEMPO AEROSPACE 
INC. 
205 FENMAR DR. 
TORONTO, 
ON M9L2X4 
CA 


VC-lEM001 
Ship To : 
DART AEROSPACE LTD 


1270 ABERDEEN 
HAWKESBURY, 
ON K6A 1K7 
CANADA 


Contact Name 
Vendor Pbone 


Sbip To Contact 


Sbip To Pbone 
Sbip Via: 
SbipAcct: 


4167462233 
Buyer 
Customer POID 
Customer Tax # 
Terms 
Currency 


FOB 


Chantal Lavoie 


10127-2607 


Net 30 
CAD 


Destination-Collect 


Line 
Nbr 
Reference 
Vendor Part Number 
Line Comments 
Delivery Comments 


Description! 
MfgID 
ReqDate/ 
CD 
Taxable 


Promise Date 


Req Qty/ 
Unit of 
Measure 


PO Unit Price 
Extended 
Price 


1 
71400-11 
4500-P-40B GREY 
EPOXY PRIMER 
4/11/2014 
12.00 
/ 
$39.00 
./ 
$468.00 


Procurement 
Quality Clauses 
A005 RIGHT OF ENTRY 
A012 CHEMICAL AND PHYSICAL lEST REPORTS 
A013 SHELF LIFE CONTROLLED MAlERIAL; 80% SHELF 
LIFE REQUIRED AT RECEIPT 
A026 CERTIFICATION OF MAlERIAL CONFORMANCE 
A04i QUALITY MANAGEMENT SYSlEM 
A043 RElENTION OF QUALITY DOCUMENTS 


Yes 
4/11/2014 


Each 


~/~ 


Line Total: 


PO Total: 


$468.00 


$468.00 


No", Terms &.Condition of Pnrchasmg(Snppliers) and Procurement Quality a~~"gra1 
part of oor AS9100 
requirements. 
To learn in detail, please visit www.dartaerospace.com 
for further explaination. 


CbangeNbr: 
Cbange Date: 
3/26/2014 


AEROSPACE 


Tempo Aerospace Inc. 


205 Fenmar 
Drive 
TorontoON 
M9L 2X4 
Phone: 
416.746.2233 
Fax: 416.746.2235 


sales@tempo-aerospace.com 


Certificate of Conformance 


1111111111111111111111111111111111111111 
Your P.O.: P023519 
No. : 205241 
Pg:1/1 


Sold To: Account No. [DARTAS] 
Shipped To: 


Dart Aerospace 
Ltd. 
Dart Aerospace 
Ltd. 
Attn: 
Chantal Lovoie, Buyer 
1270 Aberdeen Street 
1270 Aberdeen Street 
Hawkesbury, 
ON K6A 1K7 
Hawkesbury, 
ON K6A 1K7 
Canada 
Canada 
Tel. : 613.632.3336 
Tel. : ~613~632-9577 
Fax: 613.632.4443 
Fax: 
613 
632-1053 


Line 
P/N& 
Description 
Qty Ordered 
Shipped 
Unit S(~IIPrice 
Amount 


1 
71400.11 
12 
KT 
12 
Our PIN: 4500-P-40B-Q 
Grey (FS16473) Epoxy Primer 
(Qty. Back 0) 
Priority 
[P3] :P3 - Regular ASAP 
Spec1:DHMS 
C4.01 IS.N Am.2 Ty.3 Gr.A 
2 
4500.PB.40B.BQ 
12 
QC 
12 
BASE: Grey (FS16473) Epoxy Primer 
(Qty. Back 0) 
Pick Ticket / Packing 
Slip No. : 25198 
Priority 
[P3] :P3 - Regular ASAP 
Batch # :14036 
Cat Batch# 
: 14102 
MFG: (TEM2233) TEMPO AEROSPACE 
INC 
Mfg Date: Mar-31-2014 
Shelf Life Expiration: 
Mar-30-2016 
LINE VOLUME: 
[ML] 11,364.000 
3 
4500.C.40.Q 
12 
QC 
12 
HARDENER: 
Epoxy 
(Qty. Back 0) 
Pick Ticket / Packing 
Slip No. : 25198 
Priority 
[P3] :P3 • Regular ASAP 
Batch # :14102 
. 
MFG: (TEM2233{ TEMPO AEROSPACE 
INC 
Mfg Date: Mar-3 -2014 
Shelf Life Expiration: 
Mar-30-2016 
LINE VOLUME: 
[ML] 11,364.000 


- _ 
•..• ------- --- 
-- 
- . 
- 


-- -~-~---~ 
-~ --- 
I certify that thewhole of !h.Sl"materiallistedbelow has beeeninsp~cted and tested and conforms to the drawings and/or 
specificatiOnsquoted'oMr 
referenced by your Purchase Order. 


Abbreviations: 
• 


FS = Federal Standard 595C 
~e 
-.-- 
Tatiana Maiatzky, Chemist, QA Manager 


Copyright (c) PENTAGON 2000 Software, Inc. 
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ORIGINAL (COPY.) 


.) 


.' 


'. 


AEROSPACE 


205 Fenmar Drive, 
Toronto, Ontario 
Canada M9L 2X4 
Phone: (416) 746-2233 
Fax: 
(416) 746-2235 
Web: 
www.tempo-aerospace.com 


TEST REPORT 


Printed: 


Page 1 of 3 


Apr21,2014 


Customer: 
Dart Aerospace Ltd. 


Customer PO: P023519 


Part Number 


4500-P-40B-Q 
4500-PB-40B-BQ 
4500-C-40-Q 


Description 


Grey (FS16473) 
Epoxy 
Primer 
BASE: Grey (FS16473) 
Epoxy Primer 


HARDENER: 
Epoxy 


--~----~. 


Sales Order No.: 


Pick Ticket No.: 


BIN: 
Specification 


OHMS C4.01/s.N 
Am.2 
Ty.3 G".A 


14036 
14102 


5059 


25198 


Qty 
Shipped 


12 KT 
12 QC 
12 QC 


""', 


For Chemist 
Tempo Aerospace Inc. 


C:IUserslalilDesktoplP2 
Work 
Order 
Test Report 
R16.2 
With 
Sub.rpt 


AEROSPACE 


205 Fenmar Drive, 
Toronto, Ontario 
Canada 
M9L 2X4 
Phone: 
(416) 746-2233 
Fax: 
(416) 746-2235 
Web: 
www.tempo-aerospace.com 
Customer 
PO: 
P023519 


Page 2 of 3 


Report Date: 
April 21, 2014 


Code: 
4500PB40B 
Batch No.: 
14036 
OOM: 
March 2014 


Test 
Overall 
Test 
Lower Spec. 
Upper Spec. 
Nominal 
Result 
Result 


DEN-WPG 
10.70 
11.13 
10.90 
10.99 
Passed 
NV-WT% 
59.10 
61.51 
60.31 
60.00 
Passed 
VISC MIX - 2 ZAHN 
MIN 18" 
PASS 
Passed 
POTLIFE 
- CONDITION 
OK 
Passed 
CONDITION 
OK 
Passed 
SPRAYING 
PROPERTIE~ 
OK 
Passed 


CAT - BATCH 
RECORD 
14102 
Passed 
OFT - MILS 
0.40 
0.60 
0.50 
0.50 
Passed 
DRY - TACK FREE 
MAX 45 MIN 
PASS 
Passed 


DRY-THRU 
MAX 2 HOURS 
PASS 
Passed 


COLOUR 
- STD 
36473 
PASS 
Passed 
GLOSS - 60 DEGREE 
5.00 
15.00 
10.00 
5.00 
Passed 


IMPACT - D 
MIN 40 IN-LBS 
PASS 
Passed 


IMPACT -ID 
MIN 40 IN-LBS 
PASS 
Passed 
HARDNESS-PENCIL 
MIN2H 
PASS 
Passed 
FLEX - CYLIND 
MAN 
PASS 1/4 INCH 
PASS 
Passed 
FLEX - LOW TEMP 
PASS 4 INCH @ -65C 
PASS 
Passed 
FLUID RESISTANCE 
7 DAYS SKYD @ 160F 
PASS 
Passed 


---~- 
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AEROSPACE 


205 Fenmar Drive, 
Toronto, 
Ontario 
Canada 
M9L 2X4 
Phone: 
(416) 746-2233 
Fax: 
(416) 746-2235 
Web: 
www.tempo-aerospace.com 
Customer 
PO: 
P023519 


Page 3 of 3 


Report Date: 
April 21, 2014 


Code: 
4500C40 
Batch No.: 
14102 
DOM: 
March 2014 


Test 
Overall 
Test 
Lower Spec. 
Upper Spec. 
Nominal 
Result 
Result 


DEN-WPG 
7.01 
7.29 
7.15 
7.14 
Passed 
CLARITY 
OK 
Passed 
NV-WT% 
11.00 
11.50 
11.25 
11.50 
Passed 


----- 
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